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VERSION OF THE SPECIFICATION WITH MARKINGS SHOWING CHANGES MADE. 

(No New Matter has been entered) 

METHOD FOR MAKING SEMICONDUCTOR DEVICES 
HAVING GRADUAL SLOPE CONTACTS 

CROSS REFERENCE TO RELATED APPLICATIONS 
This application is a divisional of U.S. Patent Application Serial No. 09/510,413 filed 
February 22. 2000, which is a continuation of U.S. Patent Application Serial No. 09/019,009 
filed February 5. 1998. now U.S. Patent No. 6,143.649 issued November 7, 2000. 

FIELD OF THE INVENTION 
The present invention relates, in general, to contact etch processes and, more particularly, 
to sloped contact etch processes. 

BACKGROUND OF THE INVENTION 
Dynamic random access memory (DRAM) semiconductor devices and static random 
access memory (SRAM) semiconductor devices typically include an insulating layer of a 
dielectric material to electrically separate one conductive layer from another. Often, the two 
conductive layers are connected by means of a hole, commonly known as a "contact" or "via," in 
the insulating layer. Sometimes the via must have a sloped or faceted profile to provide proper 
step coverage of appropriate thickness of the conductive layer. Vertical contact profiles often 
result in unacceptable step coverage and excessively sloped profiles provide good step coverage 
but result in highly enlarged vias. Enlarged vias may cause electrical shorting between or within 
conductive layers and may also reduce the density of the circuit features by limiting the proximity 
of the devices. Thus, providing an adequate contact slope is critical to achieving acceptable 
contact step coverage. 

United States Patent No. 5,320,981 to Blalock describes a process for forming a sloped 
via. In this process, a photoresist mask is used to define an etch area on a dielectric layer. The 
dielectric layer is etched either isotropically or anisotropically to expose an underlying 
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conductive layer. After the dielectric layer has been etched, the photoresist mask is removed and 
a second etch is performed. This second etch is a plasma etch and is conducted with a material, 
such as argon, krypton or xenon, so that as close as possible to a purely physical, as opposed to 
chemical, erosion takes place. The second etch forms a facet in the side walls of the via and 
- 5 redeposits the eroded dielectric material onto the opposite side wall. 

However, when a photoresist material is used during etching of a via, particles of the 
photoresist material become deposited in the resulting via and on the conductive material. These 
particles of photoresist material affect the subsequent step coverage and the resulting 
conductivity of the semiconductor device. Further, plasma etching of a material is not a selective 
IS process and in the case of facet etching, portions of the semiconductor device other than the 
Hi portion being facet etched may be damaged. Thus, a need still exists in the art for a process for 

0 forming a semiconductor devices having a gradual slope contact. 

yj 

^ SUMMARY OF THE INVENTION 

Q The present invention meets the current needs in the art by providing a method for 

jjj forming semiconductor devices having gradual slope contacts. The present invention also 

% M provides a variety of semiconductor devices having gradual slope contacts. 

fU One aspect of the present invention is directed to a method for making a semiconductor 

device precursor. The method comprises the steps of: forming a layer of conductive material in 

a first layer; forming a layer of a hard mask material onto at least a portion of the first layer; 
20 etching the layer of hard mask material to expose a portion of the first layer; forming facets on 

the layer of hard mask material; and forming a via in the first layer such that the via extends 

through the first layer to expose at least a portion of the layer of conductive material. 
Another aspect of the present invention is directed to a method for forming a 

semiconductor device precursor. The method comprises the steps of: forming a layer of 
25 conductive material in a first layer; forming a layer of a hard mask material onto at least a portion 

of the first layer; forming a layer of etch resistant material on the layer of hard mask material; 

patterning the layer of etch resistant material; etching the layer of hard mask material to expose at 
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least a portion of the first layer; forming facets on the layer of hard mask material; and forming a 
via in the first layer such that the via extends through the first layer to expose at least a portion of 
the layer of conductive material. 

Still another aspect of the present invention is directed to a method for forming a 

. 5 semiconductor device precursor. The method comprises the steps of: forming a layer of 

conductive material in a first layer; forming a layer of a hard mask material onto at least a portion 
of the first layer; forming a layer of etch resistant material on the hard mask material; patterning 
the layer of etch resistant material; etching the layer of hard mask material to expose at least a 
portion of the first layer and to form opposing sidewalls in at least a portion of the first layer; 

|l[ bombarding the hard mask material with an ion source to form facets; depositing a portion of the 

O material removed from the layer of hard mask material on opposite sidewalls of the first layer; 

SI 

frj forming a via in the first layer such that the via extends through the first layer to expose at least a 
rl portion of the layer of conductive material. 

H Yet another aspect of the present invention is directed to a method for forming a 

semiconductor device. The method comprises the steps of: forming a layer of conductive 
j[? material in a first layer; forming a layer of a hard mask material onto at least a portion of the first 
K layer; etching the layer of hard mask material to expose at least a portion of the first layer and to 
pj provide the hard mask material with facets; forming a via in the first layer such that the via 

extends through the first layer to expose at least a portion of the layer of conductive material; and 
20 forming a metal interconnect in the via, the metal interconnect contacting at least a portion of the 
layer of conductive material. 

A further aspect of the present invention is directed to a semiconductor device precursor 
having a gradual slope contact formed by the method comprising the steps of: forming a layer of 
conductive material in a first layer; forming a layer of a hard mask material onto at least a portion 
25 of the first layer; etching the layer of hard mask material to expose a portion of the first layer; 

forming gradual slope contact on the layer of hard mask material; and forming a via in the first 
layer, the via extending through the first layer to expose at least a portion of the layer of 
conductive material. 
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Another aspect of the present invention is directed to a semiconductor device precursor 
having a gradual slope contact formed by the method comprising the steps of: forming a layer of 
conductive material in a first layer; forming a layer of a hard mask material onto at least a portion 
of the first layer; forming a layer of etch resistant material on the layer of hard mask material; 

• 5 patterning the layer of etch resistant material; etching the layer of hard mask material to expose at 
least a portion of the first layer; forming gradual slope contact on the layer of hard mask material; 
and forming a via in the first layer, the via extending through the first layer to expose at least a 
portion of the layer of conductive material. 

Still another aspect of the present invention is directed to a semiconductor device 

Iff! precursor having a gradual slope contact formed by the method comprising the steps of: forming 

t i 
"I 
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a layer of conductive material in a first layer; forming a layer of a hard mask material onto at 
least a portion of the first layer; forming a layer of etch resistant material on the hard mask 



y material; patterning the layer of etch resistant material; etching the layer of hard mask material to 

is*; 

expose at least a portion of the first layer and to form opposing sidewalls in at least a portion of 

fi§ the first layer; bombarding the hard mask material with an ion source to form a gradual slope 

Rj 

h& contact; depositing a portion of the material removed from the layer of hard mask material on 

opposite sidewalls of the first layer; forming a via in the first layer, the via extending through the 
first layer to expose at least a portion of the layer of conductive material. 

Yet another aspect of the present invention is directed to a semiconductor device having a 
20 gradual slope contact formed by the method comprising the steps of: forming a layer of 

conductive material in a first layer; forming a layer of a hard mask material onto at least a portion 
of the first layer; etching the layer of hard mask material to provide the hard mask material with a 
gradual slope contact; forming a via in the first layer, the via extending through the first layer to 
expose at least a portion of the layer of conductive material; and forming a metal interconnect in 
25 the via, the metal interconnect contacting at least a portion of the layer of conductive material. 
A further aspect of the present invention is directed to a method for making a 
semiconductor device having a gradual slope contact comprising the steps of: forming a layer of 
dielectric material on a substrate, wherein the dielectric material is selected from the group 
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consisting of silicon oxide, silicon nitride and polyimide film and wherein the substrate is 
selected from the group consisting of aluminum, copper and polycrystalline silicon; forming a 
layer of conductive material within the layer of dielectric material, the layer of conductive 
material being surrounded by the layer of dielectric material; depositing a layer of hard mask 
material on the layer of dielectric material, the hard mask material being selected from the group 
consisting of tungsten, tungsten silicide, polycrystalline silicon, titanium, titanium nitride, 
titanium silicide and titanium-tungsten alloys; forming a photoresist layer on the layer of hard 
mask material; exposing the photoresist layer to form a pattern on the photoresist layer; etching 
the layer of hard mask material according to the pattern on the photoresist layer to expose the 
layer of dielectric material and to form sidewalls in the exposed portion of the layer of dielectric 
material; removing the photoresist layer; anisotropically etching the layer of hard mask with an 
inert material to form gradual slope contact on the layer of hard mask material; depositing the 
hard mask material removed by the anisotropic etching onto the sidewalls of the exposed layer of 
dielectric material to form a gradual slope contact; etching the dielectric material to expose a 
portion the conductive layer; and forming a metal interconnect with the exposed portion of the 
conductive layer, wherein the metal which forms the metal interconnect is selected from the 
group consisting of aluminum, copper, gold, aluminum-titanium alloys and aluminum-copper 
alloys. 

A further aspect of the present invention is directed to a semiconductor device precursor. 
The semiconductor device precursor includes a substrate. A layer of dielectric material is 
formed on at least a portion of the substrate. A layer of conductive material is formed within the 
layer of dielectric material so that the layer of conductive material contacts at least a portion of 
the substrate. A layer of hard mask material is formed on at least a portion of the layer of 
dielectric material. The layer of hard mask material has a pair of facets formed therein by 
anisotropic etching. The facets and the layer of dielectric material define a via which exposes at 
least a portion of the layer of conductive material. 

A still further aspect of the present invention is directed to a semiconductor device. The 
semiconductor device includes a substrate. A layer of dielectric material is formed on at least a 
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portion of the substrate. A layer of conductive material is formed within the layer of dielectric 
material such that the layer of conductive material contacts at least a portion of the substrate. A 
layer of hard mask material is formed on at least a portion of the layer of dielectric material. The 
layer of hard mask material has facets formed therein by anisotropic etching. The facets and the 
layer of dielectric material define a via which exposes at least a portion of the layer of conductive 
material. Finally, an interconnect material is formed in the via. 

Accordingly, it is an object of the present invention to provide a method for forming a 
semiconductor having a gradual slope contact which increases the step coverage and resulting 
conductivity of the semiconductor device. Other objects and advantages of the invention will be 
apparent from the following detailed description, the accompanying drawings and the appended 
claims. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 presents a cross sectional view of a semiconductor device of the present invention. 

Fig. 2 presents a cross sectional view depicting the formation of a semiconductor device 
formed by the method of the present invention. 

Fig. 3 presents a cross sectional view depicting the formation of a semiconductor device 
formed by the method of the present invention. 

Fig. 4 presents a cross sectional view depicting the formation of a semiconductor device 
formed by the method of the present invention. 

Fig. 5 presents a schematic diagram of the angle of ion impingement on a material used in 
the manufacture of semiconductor devices and the consequent shape of the structures upon 
removal. 

Fig. 6 presents a cross sectional view of a semiconductor device precursor formed by the 
method of the present invention. 

DETAILED DESCRIPTION OF THE INVENTION 
For the purposes of the present application, the preposition "on" refers to formation in 
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contact with the surface of a particular layer, while "over" refers to a formation above or in 
contact with a surface of a particular layer. 

A semiconductor device 10 formed according to the process of this invention is shown in 
Fig. 1 . The device 10 includes a substrate 12 on which a layer 14 is formed. A layer 18 of 
conductive material 20 is positioned over the substrate 12. The layer 18 of conductive material 
20 is formed in the layer 14 and is desirably surrounded by the layer 14. The layer 18 of 
conductive material 20 may also be positioned on the substrate 12. A layer 22 of a hard mask 
material 24 is formed on the layer 14. The layer 14 has a pair of side walls 26 formed therein. 
The layer 22 of hard mask material 24 has a planar surface 28 and has facets 30 formed therein. 
The side walls 26 in the layer 14 and the facets 30 in the layer 22 of hard mask material 24, 
together, define a via 32. A metal interconnect 34, which contacts at least a portion of the layer 
18 of conductive material 20, is formed in the via 32. The facets 30 form gradual slope contacts 
46 with the metal interconnect 34. The layer 14 also has a pair of shoulders 36 formed therein. 
The shoulders 36 are covered with a deposit 38 of hard mask material 24. 

The substrate 12 is formed from any material currently in use in the art which is used to 
form substrates for semiconductor devices such as semiconductor device 10. Useful materials 
include, but are not limited to, doped or undoped silicon, doped or undoped polycrystalline 
silicon, gallium arsenide, gallium phosphide and indium phosphide. 

The layer 14 is desirably an insulating material 16 which can be any material currently in 
use in the art as an insulator or a dielectric. Useful insulating materials 16 include, but are not 
limited to, tetraethyl orthosilicate (TEOS), nitrides, oxides and polyimides. 

The conductive material 20 is any material which conducts an electric current. Useful 
materials include, but are not limited to, polycrystalline silicon, aluminum, copper, aluminum- 
copper alloys, aluminum-titanium alloys and gold. Desirably, the conductive material 20 is an 
aluminum-copper alloy. 

The hard mask material 24 is formed from any material which does not produce 
polymeric residues during an etching process and which is not removed by solvents used to 
remove photoresist materials from the surface of semiconductor precursor or device. Materials 
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useful for forming the layer 22 of hard mask material 24 include, but are not limited to, tungsten, 

tungsten silicide, polycrystalline silicon, silicon nitride, titanium, titanium nitride, titanium 

silicide, and titanium-tungsten alloys. 

The metal interconnect 34 is formed from any material currently in use in the art which 
5 conducts an electric current. Useful materials include, but are not limited to, polycrystalline 

silicon, aluminum, copper, aluminum-copper alloys, aluminum-titanium alloys and gold. 

Desirably, the conductive metal interconnect 28 is formed from an aluminum-copper alloy. 

The semiconductor device 10 is formed by the following process. As shown in Fig. 2, the 

layer 14 is formed on at least a portion of the substrate 12 by any conventional deposition or 
f# forming process. Next, the layer 18 of conductive material 20 is formed in the layer 14 and is 
O positioned over or on the substrate 12. The layer 18 of conductive material 20 is formed so that 
^ it is surrounded by the layer 14 at least on three sides, or is surrounded on all sides if the layer 1 8 
W of conductive material 20 does not contact the substrate 12. For example, the layer 18 of 
U conductive material 20 can be formed in the following manner. After the layer 14 has been 
|i ; formed on the substrate 12, a layer of a photoresist material is formed on the layer 14. The 
^ photoresist layer is then patterned and etched by conventional processes to form an area in which 
to the layer 18 of conductive material 20 can be formed. The layer 18 of conductive material 20 is 
5] then formed in the area. After the layer 1 8 of conductive material 20 has been formed in the area, 

the layer 14 is formed over the layer 18 of conductive material 20 to surround the layer 18 of 
20 conductive material 20. 

After the layer 18 of conductive material 20 has been formed in the layer 14, the layer 22 

of the hard mask material 24 is deposited on at least a portion of the layer 14. The layer 22 of 

hard mask material 24 is deposited by any conventional means used to deposit a metallic material 

onto a substance. Useful methods include chemical vapor deposition, evaporation and 
25 sputtering. Desirably, the layer 22 of hard mask material 24 is deposited by chemical vapor 

deposition. The layer 22 of hard mask material 24 can have any thickness and desirably has a 

thickness from about 500A to about 1000A. 

With reference to Fig. 3, once the layer 22 of hard mask material 24 has been deposited 
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on the layer 14, a layer 40 of an etch resistant material 42 is formed on at least a portion of the 
layer 22 of hard mask material 24. The etch resistant material 42 is any conventional material 
used in semiconductor etching processes. Desirably, it is a photoresist material. After the layer 
40 of etch resistant material 42 has been formed on the layer 22 of hard mask material 24, the 
layer 40 of etch resistant material 42 is patterned or exposed in a conventional manner. The layer 
22 of hard mask material 24 is then etched according to the pattern. The layer 22 can be etched 
either isotropically or anisotropically. An isotropic etch can be performed using hydrofluoric 
acid or any other acid currently used in the art to wet etch semiconductor substrates. Desirably, 
the layer 22 is anisotropically etched using a gas plasma etch, an ion beam etch, or a reactive ion 
etch to avoid the formation of a retrograde profile which often results from the use of isotropic 
etching processes. More desirably, the layer 22 of hard mask material is plasma etched. 

The etch is performed so that the layer 22 of hard mask material 24 is etched through its 
entire thickness to expose at least a portion of the layer 14. As shown in Fig. 3, a slight over 
etching desirably takes place and results in a portion of the layer 14 also being etched. This over 
etching is desirable to ensure that the layer 22 of hard mask material 24 has been etched through 
its entire thickness. By etching through the layer 22 of hard mask material 24 and into the layer 
14, a partial via 32 A having sidewalls 44 is formed in the layer 22 of hard mask material 24 and, 
desirably, into the layer 14. This etching process produces the sidewalls 44 of the partial via 
32 A. After the etching of the layer 22 of hard mask material 24 has been completed, the layer 40 
of etch resistant material 42 is removed from the surface of the layer 22 of hard mask material 
24. The layer 40 of etch resistant material 42 can be removed from the surface of the layer 22 in 
any conventional manner known in the art. 

With reference to Fig. 4, once the layer 40 of etch resistant material 42 is removed, the 
facets 30 in layer 22 of hard mask material 24 are formed. The facets 30 are formed by an 
anisotropic etching process. In this type of etching process, a workpiece is placed on the 
powered electrode of a reactive ion etcher, a plasma etcher or other suitable apparatus capable of 
accelerating ions toward an object with high energy. 

The facet etch used in the present invention has a basis in the physical nature of the 
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reaction, more specifically, in an ion bombardment. This type of facet etching is most effective 
when performed in a chamber in which ions can be accelerated to strike the workpiece. Such 
chambers are known in the art, and include, but are not limited to, reactive ion etchers, desirably 
magnetically enhanced reactive ion etchers, and high density source etchers. 

In an ion etching or plasma etching process, ions which impinge a surface of a workpiece 
positioned perpendicularly to the impinging ions have a minimal effect on etch rate and profile. 
However, ions striking the corners of the workpiece etch at a rate which is about four times that 
of a surface of the workpiece which lays perpendicular to the path of the impinging ions. This 
etch creates the gradual slope contacts 46 at the corners of the layer 22 of hard mask material 24. 
The etching process wears away the corners of the layer 22 at approximately 45 0 angles. 

As shown in detail in Fig. 5, the material removed from the corners of the layer 22 of hard 
mask material 24 is redeposited along the sidewalls 44 of the partial via 32A to form the deposits 
38. The deposits 38 further increase the slope of the gradual slope contact 46 without widening 
the via 32. The deposits 38 result from the etch redepositing the removed hard mask material 24 
15 onto the opposite sidewall 26 from the side from which it was removed. 

The facet etch is desirably performed by placing a workpiece in a high vacuum reactor on 
a cathode for which a power source creates a radio frequency (RF) of 13.56 Mhz, while 
controlling the introduction of etchant gases. The walls of the reactor are grounded to allow for a 
return RF path. This chamber configuration is generally referred to as a reactive ion etcher. The 
20 RF power source creates a plasma condition in the chamber, thereby allowing for the creation of 
charged particles or ions. Due to the physics of the RF powered electrode, a direct current self- 
bias voltage condition is created at the workpiece location. This self-bias condition directs the 
charged particles or ions toward the workpiece in a direction perpendicular to the workpiece' s 
surface. 

25 Typical parameters for facet etching using an Applied Materials 5000 Series apparatus or 

a LAM Research Technologies LAM PCP apparatus are as follows: 
RF Power: about 300 watts to about 700 watts; 
Pressure: about 10 mtorr to about 30 mtorr; and 
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Etchant: about 30 seem to about 70 seem. 
Inert gases, including, but not limited to, argon, helium and xenon are effective etchant 
gases for performing the facet etch. The inert gas tends to further enhance the uniformity of the 
facet etch process. An inert gas is used so that the etch of the layer 22 of hard mask material 24 
5 is as close to being a non-chemical etch as possible. In other words, it is desirable that this be as 
close as possible to being a purely mechanical etch. Argon is desired because of its weight and 
commercial availability but other inert gases may be used. The facet etch can also be performed 
with any other suitable gas which is inert with respect to the layer 22 of hard mask material 24 
and the layer 14. 

|n After the facets 30 have been formed in the layer 22 of hard mask material 24, the layer 

Q 14 is etched to expose at least a portion of the layer 18 of conductive material 20, as shown in 

M 

03 Fig. 6, and to form a semiconductor device precursor 50. The precursor 50 includes the substrate 

7?, 12 on which the layer 14 has been formed. The layer 18 of conductive material 20 is formed 

H within the layer 14 and is surrounded by the layer 14. Desirably, the layer 18 of conductive 

H material contacts at least a portion of the substrate 12. As shown in Fig. 6, the layer 22 of hard 
mask material 24 is formed on the layer 14. The layer 22 of hard mask material 24 has the facets 

Kl 30 formed thereon. The facets 30 and the sidewalls 26, together, define the via 32. 

O 

m The precursor 50 is formed by etching the layer 14. The layer 14 is etched either 

isotropically or anisotropically. An isotropic etch is performed using hydrofluoric acid or any 

20 other acid currently used in the art to wet etch dielectric materials. Desirably, the layer 14 is 
anisotropically etched using a plasma etch, an ion beam etch or a reactive ion etch. More 
desirably, the layer 14 is plasma etched. This etching forms the via 32 which is narrower than 
the partial via 32 A formed when the layer 22 of hard mask material 24 is etched. This is due to 
the fact that the facet etching of the layer 22 of the hard mask material 24, which forms the facets 

25 30, also narrows the via 32 through the redeposit of the deposited material 38 along the sidewalls 
44 of the partial via 32A. The narrowing of the via 32 forms the shoulders 36 which have the 
deposited material 38 redeposited thereon. 

After the via 32 has been formed, the metal interconnect 34 can be formed in the via 32 to 



-11- 



Attorney Docket: MIO 0018 V2/96-1 138.03 

complete the semiconductor device 1 0, as shown in Fig. 1 . The metal interconnect 34 is formed 
to contact the gradual slope contacts 46 and to contact at least a portion of the layer 1 8 of 
conductive material 20. Desirably, the metal interconnect 34 will be formed from the same 
material as the layer 18 of conductive material 20. 
5 Before forming the metal interconnect 34 in the via 32, the via 32 may optionally be 

cleaned of any polymeric material which may have built up in the via 32 during the previous 
etching processes. To clean any polymer build up, a mixture of tetrafluoromethane and oxygen 
gases is blown at a high temperature into the via 32. This causes any built up polymeric material 
to bum making it easier to remove the polymeric material with a diluted solution of a mineral 
ffl acid. However, because the process of the present invention removes the etch resistant material 
Q 38, which is the primary cause of polymer build up in the via 32, prior to etching of the via 32, 
^ such a cleaning step should be unnecessary. If it is necessary, the amount of cleaning required is 
greatly reduced by the process of the present invention as compared to prior art methods. 

After the metal interconnect 34 has been formed in the via 32, the portion of the layer 22 



H> of hard mask material 24 which is not covered by the metal interconnect 34 may be removed. If 

H! 

the layer 22 of hard mask material 24 is formed from a conductive material, then the portions of 
CO layer 22 which extend beyond the edges of the metal interconnect 34 must be removed to prevent 
fy the layer 22 from acting as a conductive bridge between adjacent interconnects 34. The portions 
of the layer 22 of hard mask material 24 which extend beyond the edges of the metal interconnect 
20 34 can be removed by means of either an isotropic or an anisotropic etching process, such as 

those described above. However, if the layer 22 of hard mask material 24 is not formed from a 
conductive material, it is not necessary to remove the exposed portions of the layer 22 of hard 
mask material 24. Further, if the layer 22 of hard mask material 24 is not formed from a 
conductive material, it may be left in place to protect the underlying layers. 
25 A person of skill in the art will appreciate that the aspect ratio of the via 32 can be varied 

by increasing or decreasing the thickness of the layer 14 and/or the layer 22 of hard mask 
material 24. 

The semiconductor device 10 of the present invention can be any semiconductor device 
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currently in use in the art. The device 10 can be used as a capacitor, a DRAM, or an SRAM. 

Having described the invention in detail and by reference to preferred embodiments 
thereof, it will be apparent that modifications and variations are possible without departing from 
the scope of the invention which is defined in the appended claims. 

What is claimed is: 
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CLAIMS 

1. A method foi forming a scrmcondttetoi device precttrsoi compris ing the steps of: 
funning a lay e i o f conductive material in a Fust laye r ; 

fu nning a layu u f a hard mask material onto at least a puiliuii of said fu st layer; 

diking said lay e i o f hard mask material lu exp o se a poilion o f sai d first layer; 

f u nning fac e ts on said lay e i of haid mask mat e iial; and 

funning a via in said fust layei, said via extending tliiough said fnsl layer tu expose at 

l e ast a porti o n o f said layu o f conductive material. 

2. A m e thod f o i foiining a s c miconduct o i device pieeuisor eonipiising th e steps of: 
f u nning a lay e i uf conductive mateiial in a fnst layer; 

f u nning a lay e i o f a haid mask mat e rial o nto at least a portion of s aid fust layer; 

funning a lay e i of etch resistant material o n said lay e i uf hard m ask material; 

patterning said layer of etch r esistant material; 

etching said lay e i o f hard mask mateiial t o e xp o se at l e ast a p o rtio n of said fnst layer; 

funning facets on said lay e i of haid mask mat e iial; and 

f u nning a via in said fust lay e i, said via extending through said first la yei tu expose at 

least a portion of said lay e i of conductive material. 

3. A method foi foiining a sciniconductui device pi e euisor composing th e steps of: 
f u nning a lay e i u f conductive mateiial in a fn s t laye r ; 

funning a lay e i uf a hard mask material u nto at least a portion uf said fust layer; 



funning a lay e i u f e tch r e sistant mateiial u n said haid mask material; 

pa t t e rning said layer of e tch resistant material; 

etching said lay e i u f hard mask mat e rial to e xp o se at least a p u ition of said fust layer and 

to form opposing sidewalls iu at least a puition u f said first laye r ; 

b u mbaiding said lay e i uf haid mask mateiial with an ion souiee to for m facets in said 

layer of haid mask mate r ial; 
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dcp u siiing a portion of the matuial rcm u v c d from said ray e i of haiJ mask mat e rial on 

u pp u sitc sid e walls of said fust layer; 

funning a via in said fust layu, said via e xtending through said first layu l u e xpose at 

Last a porti u n u f said layu uf conductive material. 

4. A method f u i f u nning a suniconduct u i device c u mprising the steps of: 
funning a layu uf conductive matuial in a fust layer; 

f u nning a layu u f a hard mask matciial unto at least a portion uf said first layer; 

c ldiing said layu u f hard mask matuial t u e xpose at least a portion uf said fust layer at 

t o provide said layer of haid mask mat e rial with facets; 

funning a via in said first layu, said via ext e nding through said first la yu tu expose at 

least a porti u n uf said lay c i u f eonduetive mat u ial; and 

f u nning a metal inluconnccl in said via, said metal iiilueunneet e u nta e ting at least a 

p u ition of said layer of c u nductivc material. 

5. A s c mic u nduct u i device pr e cursor having a gradual slope contact formed by the method 
comprising the steps of : 

funning a layer of conductive material in a first laye r ; 

funning a layu uf a hard mask material untu at least a puition uf said first laye r ; 

etching said layu uf hard mask material tu expose a puition of said fiist laye r ; 

f u nning gradual slope cuntaets on said layer of haid mask mat u ial; and 

f u nning a via in said first layu, said via e xt e nding tlnuugh said first layu t u e xpose at 

least a poiti u n uf said layer of conductive material. 

6. A s e micunduetor device pr e cursor having a gradual sl u pe contact f u nned by the method 
comprising the steps of : 

f u nning a layu of conductive material in a fiist layer; 

f u nning a layu u f a hard mask material untu at least a puition uf said first laye r ; 
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forming a layci uf etch ltsistant material on said layer of hard mask material; 

patt e rning said layer of etch resistant material; 

etching said layci of haid mask mat er ial to e xpose at least a portion of said fust layer; 

forming g r adual slope contacts on said layer of hard mask material; and 

forming a via in said fnst layer, said via extending tlirougli said first lay c i to expose at 

least a portion of said layci of conductive material. 

7. A semiconductor device p recu rs or having a g i adual slop e contact foimed by t he method 
comprising the steps of : 

forming a layer of conductive material in a first layer; 

forrrrrrrg a lay c i of a hard mask material onto at l e ast a portion of said fust laye r ; 

funning a layci of etch resistant ma ter ial on said hard mask mate r ial; 

patterning said laye r of e tch resistant material; 

etching said lay e r o f hard mask mat er ial to expose at least a poition of said fust lay e r and 

to form opposing sidewalls in at l e ast a p ortion of sa r d first laye r; 

bombarding said hard mask material with an ion source to fu ii n g r adual sl u p e c o ntacts on 

said laye r of hard mask material; 

depositing a p o i t i o n of the mat e rial removed from said layci of hard mask material on 

opposite sidewalls of said first laye r ; and 

f u nning a via in said fnst layer, said via extending through s aid first lay e i t o expose at 

l e ast a p ortion of said layer of conductive material. 

8. A semic o ndu c to r d e vi c e having a g i adual sl o p e contact foirncd by the method c omprising the 
steps of : 

forming a layer of conductive mat er ial in a first laye r ; 

forming a lay er of a ha r d mask material onto at least a portion o f said first layer; 

e tching said layei of hard mask mat e rial t o form a sidewall in said first lay er and to 

provide said hard mask material with g r adual slope c ontacts; 
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fo rming a via m said fi r st laye r , said via exte nding tlirough said first layer to expose at 

l e a s t a portion of said layei o f c o nduc t ive mat er ial; and 

r un ning a m el al in ter conne c t in said via, said m e tal hrtc i cor r nect contacting at least a 

10 p ortion of said laye r of conductive material. 

9. A m e thod foi making a s e mi c onductor device having a gradual slope contact cumprising the 
st ep s of : 

forming a lay e i of dielec tr ic material on a subst r ate, whe r ein said diel ectr ic material is 

sel e cted from the group consisting of silicon oxide, silic o n nitrid e a nd polyim idc film and 
£ whe i ein said substrate is selected f r om the group consisting of aluminum, copper and 
S polycrystallinc silicon; 

for ming a lay e i of conductive material within said layer of dielectric m at er ial, said lay er 

of co nductive material being surrounded by said lay e r of diel ect ric material; 

depositing a laye r of haid mask mat er ial o n said lay e r o f dielectric mate r ial, said hard 

f0 mask material being sel e ct e d f r om the group consisting of tungst e n, tungs ten silicide, 

fy puly ei ystalliri e silicon, titanium, titanium nitride, titanium silicide and titanium- t ungsten alloys; 

it 

' m f o rming a photo r esist laye r on said layer of hard mask material; 

O e x posing said photoresist layer to f orm a patte r n on said photor e sist lay er ; 

111 

etching said lay er of hard mask material according t o said p att e rn on said p hotoresist 

15 laye r to expose said layer o f dielectric mat e rial and t o form sidcwalls in said e xpos e d portion of 
said layer of dielectric material; 
removing said photor e sist laye r ; 

anisotropically e t c hing said layer of hard mask with an ine r t mate r ial t o form g r adual 

slope contacts on said lay e r of ha i d mask material; 

20 depositing said ei od e d hard mask mat er ial onto said sidcwalls of said ex p os e d layer of 

di e lectric material; 

et ching said di e lectric mat er ial to expose a porti o ir said layer o f co nductive mat e rial; and 

f u nning a m et al inte r connect with said exposed portion of said conductive layei, wherein 
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said metal int e rconnect is selected from the g r oup consisting of aluminum, copper, gold, 
aluminum-titanium alloys and aluminum-copp e r alloys. 

10. A semiconductor d e vice precurso r comprising : 
a subst r a te; 

a layer of di e l e ctric mate r ial formed on at l e ast a portion of said subst r ate; 

a laye r of conductive material formed within said laye r of dielectric mate r ial, said lay e r of 

conductiv e material contacting at l e ast a portion of said substrat e ; and 

a layer of hard mask material fo r med on at l e ast a po r tion of said layer of dielectric 

material, said lay er of ha r d mask mat e rial having a p ai r of facets formed therein by anisotropic 
e tching, said fac e ts and said laye r of diel e ctric mat e rial d e fining a via, said via ex p osing at l e ast a 
po r tion of said layer of conductive mate r ial. 

1 1 . A semiconductor device comprising: 
a subst r ate; 

a layer of dielectric material formed on at least a po r tion of said subst r ate; 

a layer of conductive material formed within said laye r of di e l e ctric material, said laye r of 

conductive material contacting at l e ast a po r tion of said substrate; 

a layer of ha r d mask material formed on at least a po r tion of said layer of dielectric 

mat e rial, said lay e r of ha r d mask material having facets form e d therein by anisotropic etching, 
said fac e ts - and sa i d lay e r of di e lectric material defining a via, said via exposing at least a portion 
of said lay e r of conductiv e material; and 
an int e rconnect material formed in said via. 

1 . A semiconductor device precursor comprising: 
a substrate; 

a layer of dielectric material formed on at least a portion of said substrate; 

a layer of conductive material formed within said layer of dielectric material; and 
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a layer of hard mask material formed on at least a portion of said layer of dielectric 
material; at least a portion of said layer of dielectric material and said layer of hard mask material 
each having openings therein defining a via, said via exposing at least a portion of said layer of 
conductive material; said layer of dielectric material including a pair of shoulders having hard 
5 mask material thereon, and said layer of hard mask material having a pair of facets. 

2. A semiconductor device precursor as claimed in claim 1 in which said layer of hard mask 
material includes a layer of etch resistant material thereon. 

3. A semiconductor device precursor as claimed in claim 1 wherein said hard mask material 

0 is selected from the group consisting of tungsten, tungsten silicide, polycrystalline silicon, 
ijj titanium, titanium nitride, titanium silicide, and titanium-tungsten alloys. 

H 4. A semiconductor precursor device as claimed in claim 1 , wherein said layer of conductive 
q matter contacts at least a portion of said substrate. 

1 ii 

it 

CO 5. A semiconductor device precursor comprising: 
fy a substrate; 

1 5 a layer of dielectric material formed on at least a portion of said substrate; 

a layer of conductive material formed within said layer of dielectric material; 
a layer of hard mask material formed on at least a portion of said layer of dielectric 
material; at least a portion of said layer of dielectric material and said layer of hard mask material 
each having openings therein defining a via, said via exposing at least a portion of said layer of 
20 conductive material; said layer of dielectric material including a pair of shoulders having hard 
mask material thereon, and said layer of hard mask material having a pair of facets; and 
an interconnect material in said via. 
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6. A semiconductor device as claimed in claim 5, wherein said hard mask material is 
selected from the group consisting of tungsten, tungsten silicide, polycrystalline silicon, titanium, 
titanium nitride, titanium silicide, and titanium-tungsten alloys. 

7. A semiconductor device as claimed in claim 5, wherein said hard mask material 
comprises a titanium-tungsten alloy. 

8. A semiconductor precursor device as claimed in claim 5, wherein said layer of conductive 
matter contacts at least a portion of said substrate. 
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ABSTRACT OF THE DISCLOSURE 
The present invention is directed to a method for forming semiconductor devices and 
semiconductor device precursors having gradual slope contacts. The method for forming a 
semiconductor precursor includes the steps of: forming a layer of conductive material in a first 
layer; forming a layer of a hard mask material onto at least a portion of the first layer; etching the 
layer of hard mask material to expose a portion of the first layer; forming facets on the layer of 
hard mask material; and forming a via in the first layer such that the via extends through the first 
layer to expose at least a portion of the layer of conductive material. 
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